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CnoCOS nCJfr'SiEHSS* HEMKABElOiUBA tTAJiH 



I 

Mao6peTeHHe otiiochtcr k qepnoft Merajutyp- 

run, a umcaqo k cnoto<5y nyonjoun<_i oa bhcoko* 

xpouHCrux « Apyrwx KOMn^eKCHO-JierHpoaait 
hux ucp>K a Be khuk x cTa«neft, b tom swaie viem- 

* pO&aHHUX TMT3B0M. 

HaBeCTHhid onocoC nojiy^emui HepMaBetoaaefl 
xpOMCoaepaiamefi cTajm BnaioiaeT a ce<Sa pac- 
DJiaaJieHue uihxtu, o6e3yrviepo3KHBaHHe pac- 
miaaa, pacKHcneuHe, jierHpoaaHHe- h aunycK 

IWaBKH B KOBQI noa nepBHHHMM OWiaKOM. B B8H- 

Hy no xoay' [uisbkh bbojibt okhcjiu Mapraaaa. 
OcKOBHOCTb uiviaKa nepeA BbinycKOM juihhkh hs 
ne*iH yBejiHAHBawi nyteM ttpkcaAxji Mapramje- 



BunycK rwiaaKK ocyuiecTBJifliat: tienocieittteti* 
no b cra^cpaajiiiaoHHLiA Koaru/npH oc»6aHocnf 
OfJiaKa He ueucc 1,3 c ombapeneHHUM jjerapo- 
aaHHCBi uerajsjia thtshom^ 

5 Bun^iasica cra^m no HOBOiny cuoctxSy aa&nid- 
*fflerca b .oieflyioiueM. B craJiettnaaa&BByb 
neqb aarpyxcam ncraajiHqecKyia lDHxry, xpo^ 
MpByw pyjiy, oKHcnfci hjjh KapooHaTbi napranua 
nocHOBHue uuiaKoo6pa3yiouiHe MaTepnajJhi. 3a- 

10 T eM b oObWHOM nopajiKe paciuiaanaiOT h o6eayr- 
JiepoiKflaaiOT paciwaa, IlpH 3tom upojiyBicy 

: TipOU8BOitBt KHCflOpOAOM H^ft ^MCCbtO KHOlOpo- 



# — - r — fta m Heflrpavibuoru raaa. a nw BWnjiaBxe a^or- 

ra.ui ^epea cronopHoe oxBepcTHe ir e peam»aiOT 15 aaota. XpoMoaaj. pyia to'oBaTciSv^ 
bo Btopoft kobui. r fl e npoBo M ,- jierHpoBaHHe ca). okhcSL .^^mb5?w^- 



: - 1 
.31 



«3o6peTeHH5, ••.noB«ffl^:v 
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(54) METHOD FOR OBTAINING STAINLESS STEEL 

1 

The invention relates to ferrous metallurgy, and specifically to a method for producing 
high-chromium and other complex alloy stainless steels, including steels alloyed with 
titanium. 

A known method for obtaining chromium-containing stainless steel includes melting 
the mixture, decarburizing the melt, deoxidizing, alloying, and tapping the melt into a ladle 
under the primary slag. Manganese oxides are introduced into the bath during melting. The 
basicity of the slag before the melt is tapped from the furnace is increased by adding 
manganese or chromium ores and lime. Then the metal is transferred to a second ladle 
through the taphole, where alloying with easily oxidizable elements such as titanium is 
carried out. Slag-forming materials or liquid, synthetic slag are also added to the ladle. 
However, this method is characterized by insufficient recovery of chromium and manganese 
from the ore, and difficulties associated with transfer of the steel from ladle to ladle. 

The aim of the invention is to improve recovery of chromium, manganese, and nickel 
and to increase the throughput of the steel smelter. 

For this purpose, manganese oxides or carbonates are added before deoxidizing, after 
which the metal and slag are purged with inert gas, and 
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the melt is tapped directly into the steel-pouring ladle with a slag basicity no less than 1 .3, 
with simultaneous alloying of the metal with titanium. 

Smelting steel by the new method involves the following. The steel smelting furnace 
is charged with a metal mixture, chromium ore, manganese oxides or carbonates, and basic 
slag-forming materials. Then the melt is melted and decarburized according to the usual 
procedure. In this case, purging is done with oxygen or a mixture of oxygen and a neutral 
gas, and when smelting nitrogen-containing steels, it is purged with a mixture of oxygen and 
nitrogen. The furnace can be partially or completely charged with chromium ore (if it is 
used), manganese oxides or carbonates after decarburization of the metal. For recovery of 
chromium, manganese, and iron from the slag, reducing agents such as silicochromium or 
ferrosilicon are added to the bath, and stainless steel scrap or appropriate steel scrap is added 
to reduce the temperature of the metal. Then the bath is mixed by purging with neutral gas 
and nitrogen. 

From results of analysis of metal samples taken after decarburizing, the metal 
composition is corrected and the melt is tapped into a ladle without preliminary skimming of 
the slag. For a slag basicity no 
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less than 1.3, the steel is alloyed with titanium in the ladle. The steel is teemed by the 
conventional method. 

Subject of the invention 
A method for obtaining stainless steel, including melting a mix, decarburizing the 
melt, deoxidizing, alloying, and tapping the melt into a ladle under the primary slag, 
distinguished by the fact that, with the aim 
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of improving recovery of chromium, manganese, and nickle and increasing the throughput of 
the steel smelter, manganese oxides or carbonates are added to the bath before deoxidizing, 
after which the metal and slag are purged with inert gas, and the melt is tapped into the steel- 
teeming ladle with a slag basicity no less than 1.3, with simultaneous alloying of the metal 
with titanium. 
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